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Kapnik district are at the last-named places, more especially
Kapnik. The galena, which is often accompanied by blende,
is richly argentiferous.
The district of the Transylvanian Erzegebirge is noted
especially for its gold tellurides, and ores of lead are quite
subordinate. The mines of this area are drained by the
celebrated Franz-Joseph adit, which has a length of 5,013
metres.
ITALY
The chief deposits are situated in Sardinia. Others are
found in Tuscany, Lombardy and Piedmont.
In the neighbourhood of Iglesais, in Southern Sardinia,
there are numerous occurrences of lead ore, both in lodes
traversing granite and rnetamorphic Cambrian and Silurian
strata, and as large replacements in dolomitic limestones of
Orodovician age. The deposits are mined principally at
Montevecchio, Monteponi, Malfatano, and other places.
At Montevecchio the veins, which vary in width from mere
stringers up to lodes 50 to 100 ft. wide, carry argentiferous
galena, with 0-08 to 0-17 per cent, of silver, and blende, with
sulphides of copper and iron. The secondary ores comprise
cerussite, pyromorphite, crocoisite, and carbonate of iron,
together with native silver, ruby silver, and horn silver.
Cinnabar and compounds of arsenic, antimony, nickel and
cobalt occur also. The gangue minerals are principally quartz
and calcite, but barytes, fluorspar and zeolites are found.
Where the veins are associated with limestone there is an
extensive metasomatic replacement of the country rock, and
a predominance of zinc in the form of calamine and blende.
At Monteponi [50] the deposits consist of large irregular
replacements in limestone, occurring chiefly along normal or
faulted contacts with slates. The primary ores are galena
and blende, the former occurring more particularly in the
upper zones. Near the surface there are large deposits of
the secondary zinc ores, calamine and hemimorphite.
Similar ore-bodies occur at Malfatano, and the district is now
of more importance as a source of zinc than of lead, being, in
fact, one of the most productive zinc regions in Europe.